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Place the traced design on the metal

With a pointed tool prick the design through

the tradng paper into the metal.   The pricks

should be very close together.

Remove the tracing paper and glue with warm

water.

Scratch the design into the metal following the

pricked marks.

QUESTIONS

1.   What size saw blade is usually used by beginning classes?

Size 1/0 or 2/0 for light gauge, size 1 for 14-gauge or
heavier.

2.   What should be done if the saw blade becomes stuck during

the sawing process?

Do not force the blade.  Remove, the pressure and the blade

should adjust itself.

3.  Can the saw blade be backed out on a sawed line after the sawing

process has been started?

The saw blade can be backed out by keeping the saw frame
in the sawing position, moving it up and down while draw-
it out toward the worker.

4.  // a rough edge of metal is left on the sawed line, how should

this be removed?

This rough edge of metal is called a burr and should be re-
moved by a file, scraper, or emery cloth to smooth the edges,